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@ An aqueous ink-Jet recording sheet capable of recording clear, brilliant color Images, and having a high water 
resistance, storage durability and resistance to curling and undulations, comprises a neutral paper substrate 
sheet having a Stoechigt sizing degree of 1 to 15 seconds; and an aqueous ink ImageHreceiving layer in a basis 
weight of 0.5 to 10 gitrfl and comprising (a) fine, oil absortiing silica particles, (b) polyvinyl alcohol binder and (c) 
a water resisting agent comprising a caticnic, water-soluble acrylic copolymer having side chains attached to a 
vinyl backbone chain and each having at least two catlonic radicals. 
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i*i»WiUEOUS INK-JET RECORDING SHEET 



BACKGROUND OF THE INVENTION 



1) Held Of the Invention 

5 / .1 

The/present- invention relates to an aqueous ink-Jet recording sheet More particularly, the present 
invention relates to^ari.aqueoiis ink-Jet recording sheet capable of recording thereon images or letters in a 
brilliant colorand In-the-fbrm of a clear and exact dot. having an excellent water resistance, storage 
durability, dimensional stability, and easy handling property, and providing a satisfactory appearance even 
TO after a printing operation. 

2) Description of the Related Arts 

15 It Is known that a recording sheet for forming a hard copy having a high quality. In accordance with an 
ink-jet recording method, is provided by coating a surface of a substrate sheet, for example, a paper sheet, 
with a coating a pigment and a resinous binder, to form a coating layer which 

allows small drops of an aqueous ink jetted on the surface of the coating layer to rapidly penetrate the 
coating layer, at a right angle to the surface of the coating layer, to fomi clear images consisting of a 
20 number of dots on the coating layer surface. 

Recent developments of the ink-Jet recording system using an aqueous ink have enhanced the various 
performances of the printer, especially the printing speed, resolving power of the image formed and color- 
brightness, and thus the recording sheet for the ink-jet recording system must have a greatly improved ink- 
absorbing speed, ink-absorbing capability, and allow a regular penetration of the ink, 
25 For example. Japanese Unexamined Patent Publication No. 62-158084 discloses a method of producing 
an ink-jot recording^materl^ iri^whlch specific fine synthetic silica particles are contained in a coating layer. 
From this Japanese publlcalion, it is known that the specific fine silica particles exhibit a high Ink-absorbing 
speed, a large ink-absortjing amount a small spread of absorbed ink, a circular-shaped ink-dot, and no 
influence on the color development of the ink, and thus are excellent as an ink-absorbing agent for the ink- 
so Jet recording sheet 

The coating layer comprising the above-mentioned specific fine silica particles is disadvantageous in 
that when the aqueous ink is absorbed in the coating layer, a coloring material In the aqueous Ink deeply 
penetrates, together with an aqueous medium in which the coloring material is dissolved or dispersed, the 
coating layer, and thus the resultant images on the coating layer surface exhibit an unsatisfactory optical 
density and brightness. Accordingly, to form clear and bright color images on the coating layer surface, the 
coloring material In the Ink must be maintained In the surface portion of the coating layer and only the 
aqueous medium of the Ink allowed to be absorbed by the entire coating layer. 

The ink-jet recording sheet can be easily printed in the same way as usual paper sheets, and thus the 
ink-jet recording sheet is expected to be widely utilized in various fields in which conventional fine paper 
sheets and coated paper sheets are used. Accordingly, the ink-jet recording sheet must provide not only an 
appearance similar to a conventional fine paper sheet or coated paper sheet but also an excellent aptitude 
for practical utilization. 

For example, the ink-jet recording sheet must meet the requirements of a satisfactory writing ability witti 
a baJl-point pen or pencil, a required touch and slippage, a low friction between recording sheets, and an 
45 easy handling when supplied as a paper roll or cut paper sheets to a printer. 

It Is known that a conventional ink-Jet recording sheet having a coating layer in an amount of 10 g/m^ or 
more and comprising, as a principal component fine silica particles. Is disadvantageous In that It is difficult 
to write tiiereon witii a bail-point pen or pencil, the touch is not satisfactory, the slippage Is poor or too high, 
the friction between the paper sheets Is too high or too low. and ttie feed and delivery of ttie sheets in the 
50 printer Is difficult 

Also, when aqueous Ink Images are formed on a coating layer comprising tiie fine synthetic silica 
particles, the aqueous ink Is fixed on and within the coating layer The aqueous Ink and the synthetic siiica 
particles and otiier component of the coating layer are hydrophillc, and ttius the Ink images on the coating 
layer have a poor water resistance. 

To enhance tiie water resistanc of th ink images on Oi ink-jet recorxJing sheet, it has been recentiy 
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attempted to add a cationic surface-active agent and/or a cationic, water-soluble polym r to the coating 
layer. It is already known that color images fonmed by a water-soluble dye can be fixed with the cationic 
surface-active agent or cationic water-soluble polymer, and that the fixed color Images exhibit an enhanced 
water resistance. 

5 For xample, many attempts have be n made to contain in the coating layer for receiving ink images a 
water resisting agent consisting of a polycationic electrolytic polymer, for example, polyvinyl pyridium 
bromide or polyethylene imine, as disclosed In Japanese Unexamined Patent PuWioatljo No. 56-84992, 
dimethyldiallyl ammonium chloride as disclosed in Japanese Unexamined Patent Publication No. 59-20696, 
polyethylene Imlne-organlc acid salts as disclosed In Japanese Unexamined Patent Publication No. 59- 

70 198186, polyalkylene polyamine dicyandiamlde ammonium salt-condensation products as disclosed in 
Japanese Unexamined Patent Publication No, 60-49990, or polyethylene! mine-quaternary ammonium com- 
pounds as disclosed in Japanese Unexamined Patent Publication No. 60-76386. 

The images comprising an ink and formed on a coating layer comprising a pigment, a binder and other 
additives show an improved water resistance thereof when the above-mentioned cationic compounds are 

T5 added to the coating layer, but the effect of the conventional cationic compound on the enhancement of the 
water resistance is not satisfactory, and the addition of the conventional cationic compounds additionally 
causes a lowering of the storage durability of the Ink Images. - ' 

Further, attempts have been made to improve the ink-absorption of the ink-Jet recording sheet. For 
example, Japanese Examined Patent Publication No.60-27588 discloses an Ink-Jet recording sheet com- 

20 posed of a non-sized paper sheet or a coated paper sheet in which a substantially non-sized paper sheet is 
coated with an absorbing layer of silica. Also. Japanese Examined Patent Publication No. 63-65037 
discloses an ink-jet recording sheet having an enhanced color image-forming property and composed of a 
non-water-absorbing substrate sheet, for example, a highly sized paper sheet or a plastic film, and a high 
water-absorbing coating layer comprising, as a principal component, silica particles. 

25 Among the above-mentioned various types of conventional ink-Jet recording sheets, the ink-jet recording 
sheet having a water-absorbing substrate sheet Is considered superior, in view, of the_balance of the cost 
with the touch and required properties. This type of recording sheet "nriust' have *a high ink-absorbing 
property such that the ink is rapidly absorbed into the inside of the substrate sheet and the resultant ink 
images received on the recording sheet appear to be dry, and a high resistance to the tendency of curling 

30 and cockling. Generally, since the tendency of curling and cockling is Increased with an increase in the ink 
absorption of the recording sheet, the requirement for an enhancing of the ink-absorption* of the recording 
sheet is contradictory to the requirement for prevenfing the tendency of curling and cockling. For example, 
where the ink-absorbing speed of the recording sheet is enhanced by using a tow sized paper sheet as a 
substrate sheet, the resultant recording sheet allows the ink to rapidly and deeply penetrate into the 

35 substrate sheet, and thus curling and undulations are easily formed In the recording £heet 

To eliminate the above-mentioned disadvantages, an ink-absorbing coating layer isTrormecl on a highly- 
sized substrate paper sheet. In this recording sheet, the ink is rapidly absorbed in the coating layer and the 
penetration of the ink in the substrate sheet is restricted. Nevertheless, when the ink is absorbed in a large 
amount In excess of the upper limit of the ink-absorbing capacity of the coating layer, an undesirable 

40 bleeding of the at»sorbed Ink occurs. Also, the above-mentioned absorption of ink in the coating layer 
results in a generation of curling or corrugations in the recording sheet. Further, this type of recording sheet 
is accompanied with an increased cost. 

Japanese Examined Patent Publication No. 63-52588 discloses an ink-jet recording sheet comprising a 
paper sheet in which glass fibers and a large amount of water-absorbing pigment are mixed with a cellulose 

45 pulp, to lower the bonding strength of the cellulose pulp fillers to each other and to prevent the fonnation of 
curling and corrugations in the paper sheet when the ink is absortped. " - ^ 

Nevertheless, the addition of glass fibers makes the handling of the resultant sheet difficult and causes 
a lowereing of the mechanical strength of the resultant sheet, and thus the practical utility of the resultant 
recording sheet is doubtful. 

50 Conventional paper sheets have a high dimensional stability even when the moisture content of the 
sheets and the humidity of the ambient atmosphere are fluctuated are known, and are utilized as paper 
sheets for optical character reader or NIP (non-impact printing) paper sheets. 

Nevertheless, it is not conventionally known how to prevent the formation of curling and cocking on the 
ink-jet recording sheets, and thus ink-jet recording sheets free from the creation of curling and cocking 

55 therein are not produced. .■r*'*""*.. - • 



SUIS1MARY OF THE INVENTION 
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An object of the present invention is to provide an aqueous Ink-Jet recording sheet capable of absorbing 
an aqueous ink at a high speed and in a large amount, and of forming ink Images thereon at a liigh speed 
and at a high resolving power, without creating curling, undulations or waving therein. 

Another obiect^fjthe irive'htion is to provide an aqueous ink-jet recording sheet capable of 

5 forming inkrtntragesTraving^^i^'Tff^ water resistance and storage durability without curling and undulations, 
and having an easy handling property. 

The above-mentioned objects can be attained by the aqueous Ink-Jet recording sheet of the present 
invention which comprises 

a substrate sheet consisting of a neutral paper sheet having a Stoechigt sizing degree of from 1 second to 
10 15 seconds; and 

an aqueous ink Image-receiving layer In an amount of 0.5 to 10 g/m^, formed on a surface of the substrate 
sheet and comprising (a) fine silica particles having an oil absorption of 150 ml/100 g or more, (b) a binder 
consisting of at least one member selected from polyvinyl alcohol resins and derivatives thereof, and (c) a 
cationic polj^nieric^aterial at least one cationic. water-soluble acrylic copolymer having side 

15 chains each fraVmg atTeast two cationic radicals. 



DESCRIPTION OF THE PREFERRED EMBODIMENTS 

20 The aqueous Ink-jet recording sheet of the present invention comprises a substrate sheet and an 
aqueous Ink Image-receh^ng layer. 

The substrate sheet Is composed of a neutral paper sheet having a Stoechigt sizing degree of from 1 to 
15 seconds, preferabh^Jto 10 seconds! 

When^lhiTiStoechlgt-^iSttg' degree of the neutral paper sheet for the substrate sheet is less that 1 

25 second, the resultant recording sheet is disadvantageous in that the ink absorbed by the recording sheet 
easily penetrates through the substrate sheet and oozes out of the sheet, the ink images received by the 
recording sheet are irregularry spread through the substrate sheet and the resultant ink images on the 
recording sheet have a reduced water resistance. 

When the Stoechigt sizing degree of the neutral paper sheet is more than 15 seconds, the resultant 

30 recording sheet exhibits an unsatisfactory Ink-absorbing property, and thus it becomes necessary to 
Increase the amount of the ink-image receiving layer on the substrate sheet to more than* 10 g/m^. The 
neutral paper sheet for the substrate sheet preferably comprises, as a principal component, a cellulose 
pulp, for example, jiart wood pulp, soft wood puip. or a mixture of hard and soft wood pulps. The neutral 
paper sheet ojitfonajly contains, as an additional component, at least one member selected from the 

as synthetic fibers, for example, polyvinylalcohol fibers and polyester fibers, and synthetic pulps, for example, 
polyetylene pulp. In a small amount, for example. 20% or less based on the weight of the neutral paper 
sheet. 

The neutral paper sheet usually contains, as an additive, a precipitated calcium carbonate, which 
effectivehr Improves the ink-absorbing property of the paper sheet in an amount of about 30% by weight 
40 Preferably, the sutsstrate sheet has a basis weight of 20 to 100 g/m^ and a thickness of 10 to 200 um. 

Also, the neutral paper sheet usually has a pH of about 4 to about 8. When the pH is less than about 4. 
the resultant recording she et js sometime discolored after a long term storage. Also, if the pH is more than 
about 8,, thenfliulShtHrecofWng sheet exhibits a reduced water resistance and storage durability of ink 
image fonned thereon. 

4S In the recording sheet of the present Invention, the aqueous ink image-receiving layer Is in an amount 
of 0.5 to 10 g/m^ and comprises (a) fine silica particle having an oil absorption of 150 mI/100 g or more 
determined in accordance with JIS K5101-19, (b) a binder consisting of at least one member selected from 
the group consisting of polyvinyl alcohol resins and derivative thereof, for example, silanol-modified 
polyvinyl alcohol resins, and (c) a cationic polymeric material comprising at least one cationic, water-soluble 

so acrylic copolymer having side chains each having at least two cationic radicals. 

Preferably, in the Image-receiving layer, the content of the fine silica particles is 40% to 80% by weight 
the content of.tba4»lndoM&4&4o 40% by weight and the content of the cationic polymeric material is 5 to 
20% by weight 

The cationic polymeric material usable for the present invention preferably comprises at least one 
55 cationic, water-soluble acrylic copolymer having recurring units of the forrriula (1): 
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CHo-C -1 — R3 R5 

:0AR2-N ©-f- CH2-C-CH2-N ®-trrR7*(n + l)x © 

R4 OH Re (I) 



'° wherein Ri represents a member selected from the group consisting of a hydrogen atom and a methyl 
radical; A represents a divalent radical selected from the group consisting of -O- and -NH-; Ra represents a 
member selected from the group consisting of alkylene radicals having 2 to 4 carbon atoms and the radical 
of the formula: 

-CH2-CH-CH2- 



OH 



R3 , . R5 and Re respectively and independently from each other represents a member selected from 
alkyl radicals having 1 to 3 carbon atoms; R7 represents a member selected from the group consisting of 
alkyl radicals having 1 to t8 carbon atoms and benzyl radical; and n represents an integer of 1 to 3. 

The above-mentioned cationic, water-soluble acrylic copolymer is a quaternary ammonium salt type 
polymeric electrolytic material which effectively improves the water resistance of water-soluble dyes and is 
disclosed in Japanese Unexamined Publication No. 63-49478. 

When the specific cationic polymeric material Is mixed with the fine silica particles and the polyvinyl 
alcohol binder, the resultant image-receiving layer exhibits not only an excellent water resistance of the ink 
images tfiereon but also a superior resolving power and color-forming property of the Ink Images. 

The mechanism of the above-mentioned specific function of the cationic ^iolymeric material is not 
completely clear, but it is assumed that the specific cooperation of the cationic polymeric material witii the 
fine silica particles and the polyvinyl alcohol binder will cause the aiiove-mentioned specific effect. 
Particulariy. It Is assumed that the cationic polymeric material is combined witii the surfaces of the fine 
silica particles, and the resultant composite substance exhibits tiie specific efiects. 

The fine silica particles usable for the present invention preferably have an oil absorption of 150 ml/100 
g or more, determined in accordance with JIS K5101-19. and preferably have a specific surface area of 200 
m^/g or more, more preferably 300 mVg or more, determined by the BET method. 

When the above-mentioned fine silica particfes are contained in an amount of 40 to 80% by weight. Ink 
images can be fomned with a brilliant color and a high resolving power on the resultant image-receiving 
layer. 

To improve the travelling property and the surface strength of the recording sheet, to lower the frictional 
coefficient of the recording sheet, and to enhance the surface slippage and ball-point pen or pencil-writing 
capability of the recording sheet, preferably the fine silica particle have an average secondary particle size 
of 10 am or less, more preferably 4 am or less, but not less than 1 um. When the average secondary 
particle size of the fine silica particles is more than 10 urn, the resultant image-receiving layer sometimes 
exhibits an unsatisfactory resolving pov\rer of the ink images. Also, when tiie average secondary particle size 
of the fine silica particles is less than 1 um, the resultant ink images on the image-receiving layer are 
sometimes unclear due to an insufficient color-fonming of the ink. 

Generally, the fine silica particles are produced by a precipitation method. or gelation Irietfiod. and the 
resultant primary particles are firmly aggromelated to form secondary particles having a number of fine 
pores. Usually, the silica particles are used In the form of secondary particles. The specific surface area and 
the radius and volume of tiie fine pores are variable, depending on tiie average diameter of the primary 
particles and the average density of the secondary particles. The gaps among the fine silica particles are 
also variable, depending on the shape and size of the secondary particles. Therefore, the image-receiving 
layer containing the fine silica particles have two different types of fine pores, i.e., pores formed among the 
silica particles and fine pores fonmed within the secondary particles. Such pores effectively enhance tiie ink- 
absorbing property of the resultant image-receiving layer and form brilliant color images thereon. 

The oil absorption of the fine silica particles is considered to be a parameter of the aqueous ink- 
absoriDlng and holding property of tiie particles. The fin pores fonmed among the primary particles firmly 
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fixed to each other In the secondary particles contribute to th oil absorption. In th present invention, the 
fin silica partjcIes-preferabJy/have ah oil absorption of 150 ml/100 g or more, but less than 400 ml/100 g. 
more preTefibt^^^SCrlTW'foo g or less, determin d in accordance with JIS K5101-19. 

>/Vhen the oil absorption of the fine silica partici s is less than 150 ml/100 g. the resultant Image- 
5 r ceiving layer exhibits an unsatisfactory aqueous Ink-absorbing speed and amount 

When the fine silica particles have a large specific surface area, for example, 200 mVg or more, the 
surfaces of the silica particles located in the surface portion of the image-receiving layer can trap a large 
amount of a coloring material, i.e., dye, in the Ink. and thus a large amount of the dye can be fixed on the 
surface of the image-receiving layer. Therefore, the resultant ink images on the Image-receiving layer have 
10 a deep, brilliant color and are clear. 

In the '^^^J^^^^^Q^^[^^^Q layer' df the present Invention, the fine silica particles are optionally mixed 
with a stnalhariouSrStiSr^SdaHlon^ white pigment, for example, kaolin, clay, talc, zeolite, precipitated 
cateium carbonate, ground calcium carbonate, aluminum hydroxide, white carbon or a plastic pigment. 

The binder usable for the present invention is water soluble and comprises at least one member 
15 selected from polyvinyl alcohol resins and derivatives thereof. 

The polyvinyl alcohol derivatives are preferably silanol-modlfled polyvinyl alcohol copolymer resins as 
disclosed in Japanese Unexamined Patent Publication No. 58-59203. The binder optionally contains a small 
amount of additional natural or synthetic water-soluble polymeric material, for example, starch or starch 
derivative, or synthetic polymeric latex material, for example, polyvinyl acetate latex or styrene-butadiene 
20 copolymer latex. 

The bindec.is usually contained In an amount of 15 to 40% by weight, more preferably 20 to 35% by 
weight, in the linage-receiving layer. 

In an emtxxliment of the ink-jet recording sheet of the present invention, the neutral paper sheet for the 
substrate sheet comprises, as a principal component, a cellulose pulp, and when a unit neutral paper sheet 
25 having a predetermined length or width is soaked in water and allowed to etongate without restriction, the 
standard deviation in the elongation of the unit sheet In tiie cross direction thereof is preferably 30% or less, 
detemained at a square unit area of 1 cm^ of the unit sheet 

Usually, the ink-jet recording sheet of the present invention is used in tfie form of cut sheets in a 
standard size or of a fanfolded sheet \When the reconding sheet is subjected to an aqueous ink-Jet printing 
30 operation, sometimes a curling or undulation of the sheet occurs due to the absorption of the aqueous ink. It 
was found by^^lffe Inveritors^f Ihe present invention that the Intensity of the curilng or cockling tendency 
depends on the fluctuation in above-mentioned elongation of tiie sheet in water. Especially, when a fine 
paper sheet, which is usually produced by a conventional Fourdrinler paper machine, is used, the curilng or 
cockling due to tiie aqueous ink-absorption Is periodically generated at a periodic length of several mm to 
35 several cm in the recording paper sheet 

Generally, it is difficult to prevent the above-mentioned elongation of paper sheet soaked water, and 
even If tiie elongation can be minimized. It Is Impossible to reduce the elongation to zero. Therefore, to 
eliminate the atx)ve-mentioned disadvantages derived from the uneven local elongation of tfie recording 
sheet due to water-absorpti*on, it is important to control tiie fluctuation in elongation of ti^e recording sheet 
40 by utilizing the standard deviation in elongation. 

It was found by the inventors of the present invention that the generation of curiing or undulations In the 
paper sheet cleariy depends on the standard deviation in elongation of tiie sheet In water, rather than on the 
absolute value of the elongation. 

Furtiier. it was found tiiat when a unit neutral paper sheet having a predetenmined length or width and 
45 comprising, as a principal component, a cellulose pulp, is soaked in water and altowed to elongate without 
restriction, and the standard deviation in elongation of the unit sheet In cross direction thereof (which 
direction is at a right angle to the machine direction of the sheet in the conventional paper machine), is 
preferably 30% or less determined at a square unrt area of 1 cm x 1 cm (the side length of which area, i.e.. 
1 cm, is close to tiie periodic lengtti of tfie curling or undulations in tiie sheet), the generation of curiing or 
50 undulations is significantly restricted. 

Accordingly, tiie neutral paper sheet for tiie substrate sheet preferably has a standard deviation in 
elongation thereof In water of 30% or less in tfie transversal direction thereof. Note, the standard deviation 
In the elongation of the paper sheet in water can be reduced by a relaxation of stress. 

In another embodiment of the aqueous ink-Jet recording sheet of tiie present invention, the neutral 
55 paper sheet for the substrate sheet comprises, as a principal component, a cellulose pulp, and when 
soaked in water and allov^ to efcingate without restriction, the neuti^ paper sheet has a ratio of the 
longation In tfie machin direction to tiie elongation In tiie cross direction, of 1.3:1 or less. 

Th fomnation of curls and cockles in the recording sheet wh n printed with the aqu ous ink can be 
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prevented not only by redudng the absolute value of the above-mentioned elongation of th sheet but also 
by lowering the ratio of the elongation In the machine direction, to that in the cross direction. 

In consideration of the appearance f the resuKant paper sheet, the ratio of the longation of the paper 
sheet fn the machine direction to that in the cross direction Is preferably 1.3:1 or less, more preferably 
5 1.15:1 or less. This type of neutral paper sheet is suitable for providing an aqueous ink-jet recording sheet 
capable of receiving clear ink images at a high ink-at)sorbing speed, without forming the undesirable curls 
and crackles. 

In still another embodiment of the recording sheet of the present invention, the neutral paper sheet for 
the substrate sheet comprises, as a principal component, a cellulose pulp, and is conditioned by drying the 
10 sheet to a moisture content of 6% by weight or less, and then moistening the sheet under a tension to an 
extent such that the increase in moisture content of the sheet is at least 1% by weight. 

It was found that, when an aqueous ink-Jet recording sheet was prepared by producing a neutral paper 
sheet by using the conventional paper machine with a plurality of cylinders and coating a surface of the 
resultant dried . paper sheet with a ink image-receiving layer, and the sheet was immediately subjected to an 
15 aqueous Ink-jet printing operation, the printed sheet exhibited significant curling or cockling. 

Also, it was found that, when an aqueous ink-jet recording sheet was prepared in the above-mentioned 
manner, moistened after drying the sheet, wound up under a tension, stored in the roll form for a certain 
period to release the remaining stress in the paper sheet, to improve the appearance of the resultant sheet, 
and then subjected to the same ink-jet printing operation as mentioned above, the curling and undulations 
20 formed in the printed sheet were smaller than those mentioned atx>ve. 

Namely, to reduce the formation of curls and cockles, the neutral paper sheet produced by the 
conventional paper machine is preferably dried to a moisture content of 6% by weight or less, more 
preferably from 3% to 6% by weight, and then moistened to an increase in moisture content of 1% by 
weight or more, more preferably from 2% to 4% by weight, under a tension, preferably of 50 to 300 g/cm. 




EXAMPLES 

The present Invention will be further illustrated by wav of the following examples: 
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Example 1 



35 1 ) Production of a neutral paper sheet for substrate sheet 

A pulp slurry was prepared by suspending 20 parts by weight of precipitated calcium carbonate 
(available under the trademark of Precipitated Calcium Carbonate PC. from Shii^shiliog^^^ 100 parts 
by weight of bleached hard wood kraft pulp having a brightness of 91%, 1 part by weight of cationic starch, 
40 0.05 part by weight of a neutral sizing agent (available under the trademark of Flbran 81, from OJi National 
Co.) and 1.5 parts by weight of alum. 

A wet neutral paper sheet was fomned from the pulp slurry by using the conventional paper machine 
with a plurality of cylinders and dried from a water content of 75% by weight to a moisture content of 5% 
by weight. The resultant dried paper sheet had a basis weight of 75 g/m^, a Bekk smoothness of 53 
45 seconds of the felt side surface (front surface), a Bekk smoothness of 48 seconds of the wire side surface 
(back surface), a lightness of 92%, an ash content of 15.0% in terms of calcium cart>onate. a Stoechigt 
sizing degree of 5 seconds, and a pH of 6.5. ^ . • - 

Also, when soaked in water the paper sheet had an elongation of 2;ti% In the'crbss'^dlrection, and a 
standard deviation in elongation in water In the cross direction of 18% detemnlned at a square unit area of 1 
50 cm X 1 cm at room temperature. 



2) Preparation of cationic polymeric material 

55 A cationic, water-soluble acrylic copolymer was prepared in the following manner. 

A one liter flask equipped with a stirrer, a thermometer, a cooling coil and a dropping funnel was 
charged with a reaction mixture consisting of 200 parts by weight of N,N-dimethylamlnoethylmethacrylate, 
200 parts by weight of isopropyl alcohol, and 1.2 parts by weight of a,a'-azo-bis-isobutylonitrile, air in the 
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flask was roplacad by a nitrogen gas. apd the reaction mixture was then subjected to a polymerization at a 
temperature ofJBOJfJocA hours. 

The T««85rPm^^ then admixed wfth 478 parts by weight of a 50% aqueous solution of 3- 
chbro-2-hydroxypnopyItrimethyl ammonium chloride (in an equlmolar amount to N.N-dimethylamlnoethvl- 
methacrylate). and the admixture was subjected to a reaction at a temperature of 80* C for 6 hours 
Thereafter. Isopropyl alcohol in the resultant mixture was distilled away, while dropping water tfiereon and 
bi J^'^ti^*" ^ a cationic. water-soluble acrylic copolymer in a solid content of 30% by weight was 



3) Preparation of coating color paste 

A coating cotor paste having ttie following composition was prepared. 



Component. Part bv weight: 

Fine silica particles (*)i loo 
Polyvinyl alcohol (*)2 35 
,^^C^^t£i^ni5^ 10 
copolymer ( *J 3 

Water 

Note: ... The silica particles were available 

under the trademark of Mizukasil P78A, from Mizusawa 
Kagaku K.K., and had the following properties. 

^^>so5Ption 246 ml/100 g 

Specif rc" surf ace area 350 m^/g 

Average secondary particle size 3.5 /xm 

{*)2 The polyvinyl alcohol was available 

under the trademark of PVA 117 from Kuraray K.K. 

( * ) 3 * • • This copolymer was that mentioned 

above . 



4) Production of recording sheet 

r«.pS^';°ff"K was coated on a surface of the neutral paper sheet to form an ink image- 

receiving layer having a solid weight of 5 gMv^. and to provide an ink-Jet recording sheet 

5) Tests 

The ink-jet recording sheet was subjected to the following tests. 
A) Ink-iet printing aptitude test 

madX'litlUSSiS cT* ^^^l^^^^ to an ink-Jet printed operation by using a paint-Jet printer 
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The ink-absorbing property, the brilliance of the Ink Images, andihe shape'bf dots In the ink imag s of 
the recording sheet were observed and evaluated. 

B) The ink-absorbing property was evaluated by measuring the tim (in seconds) in which the print d 
ink images were dri d, and was indicated In four classes. 



Class 


Condition 


4 


Excellent 


3 


Good 


2 


Satisfactory 


1 


Unsatisfactory 



C) The brilliance of the ink Images was evaluated by observing yellow, magenta and cyan ink images 
by the naked eye. 



D) The shape of the dots was evaluated in the following four classes. 



20 



Class 


Condition 


4 


Almost a perfect circle 


3 


Almost circular 


2 


Approximately circular 


1 


Non-circular 



E) The water resistance was evaluated in four classes by immersing a paper sheet In water at room 
temperature for 24 hours, and observing the conditions of the Immersed paper sheet by the naked eye. 



30 



3S 



Class 


Condition 


4 


No change 


3 


Slightly faded 


2 


Faded but discriminatable 


1 


Substantially disappeared 



F) The storage durability was evaluated in four classes by exposing a paper sheet to direct sunlight for 
^ 10 days, and observing the exposed paper sheet by the naked eye. ^ 



46 



Class 


Condition 


4 


No change 


3 


Slightly faded 


2 


Faded but discriminatable 


1 


Substantially disappeared 



60 



Q) The resistance to curling and cockling was evaluated in four classe3,..by,obs©rvlng-jbfi^,conditions of 
the printed sheet by the naked eye. v 



66 
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Class 


, . Condition 


3 

2 " 
1 


No curling and undulation 
Very little curling and undulation 
Little curling and undulation 
Significant curling and undulation 



The test results are shown in Table 1 . 



Example .2^.^^ 



The same procedures as In Example 1 were carried out. with the following exceptions. 

The neutral paper sheet for the substrate sheet was prepared In the following manner 

A pulp slurry was prepared by suspending 100 kg of bleached hard wood I<raft pulp 25 kq of 
precipitated calcium carbonate. 200 g of cationic starch, 100 g of a paper-reinforcing agent and 200 g of a 
sizing agent compnsing an alkylketone compound in 5000 kg of water, and subjecUng the slurry to the 
conventional paper-making process. j i ui^ 

The resultant wet paper sheet was dried from a water content of 75% by weight to a moisture content 
^/^'^y r^^Sfit:^^ type dryer, the dried paper sheet was moistened to a moisture 

content ofT3%, by OSmg a static electric moistening apparatus, and the moistened paper sheet was reeled 
up under a tension of 200 g/cm. The resultant conditioned fine paper sheet had a basis weight of 65 Q/m2 a 
Bekk smoothness of the felt side of 35 seconds, a Bekk smoothness of the wire side of 28 seconds, and a 
Stoechigt sizing degree of 5 seconds. 

The test results are shown in Table 1 . 



Example 3 

The saiTve:fTOC^aicSB^^ 2 were carried out. with the following exceptions. 

The sizing agent comprised an alkenylsuccinic anhydride and was used in an amount of 80 g 

The resultant conditioned fine p^r sheet had a basis weight of 75 g/m^ a Bekk smoothness of the felt 
side surface of 53 seconds, a Bekk smoothness of the wire side surface of 48 seconds, and a Stoechigt 
sizing degree of 12 seconds. Also, after soaking In water, the paper sheet had an elongation of 2.0% in the 
machine direction and 1.7% in the cross direction, and a ratio of the machine directional elongation to the 
cross-directional elongation in water of 1 .18:1 , 

The test results are shown In Table 1. 

Comparatnyff€rafnpte- T — " 

The same procedures as in Example 1 were earned out, with the following exceptions. 

(n the drying step by the muitl-cyllnder type dryer, the wet paper sheet was dried from a water content 
Of 75% by weight to a moisture content of 8% by weight 

The dried fine paper sheet had a basis weight of 56 g/m2. a Bekk smoothness of the felt side surface of 
ScinS" ^ smoothness of the wire side surface of 28 seconds, and a Stoechigt sizing degree of 9 

Also, the paper sheet had an elongation in water of 4.1% in the cross direction and a standard deviation 
in elongation in water of 47%, determined at a square unit area of 1 cm x 1 cm of the sheet 
A coating cotor paste for the ink image-receiving layer had the following composition. 
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Component 


Part by 
weight 


Fine silica particles (Mizukasil P78A) 
Polyvinyl alcohol (PVA 117) 

Polyethyleneimine quart-ammonium salt (made by Nihon Shokubai Kagaku K.K.) 


100 
20 
10 



The ink image-receiving layer had a water absorption of 25 ml/m*. as determined by the Brlstow 
method at an absorption time of 5 seconds. 
The test results are shown In Table 1 . 



Comparative Example 2 . , . - 

The same procedures as in Example 2 ware carried out. with the following exceptions. 

The neutral paper sheet for substrate sheet was produced by the same procedures as in Example 2 
except that the wet paper sheet was dried to a moisture content of 4% by weight. 

The reeled paper sheet had a basis weight of 64 g/m^. a Bekk smoothness of felt side surface of 55 
seconds, a Bekk smoothness of wire surface of 45 seconds, and a Stoechigt sizing degree of 5 seconds. 

The paper sheet was coated with the same coating color paste as In Comparative Example 1. 

The resultant Ink-Jet recording sheet was surface-smoothed by a super calender. 

The Bekk smoothness of the Ink image-receiving layer surface was 100 seconds apd the Stoechigt 
sizing degree of the entire recording sheet was 8 seconds. . ^'^ 

The test results are shown in Table 1. 



Comparative Example 3 

The same procedures as In Example 3 were canied out. with the following exceptions. 

In the neutral paper sheet-producing procedures, the wet paper sheet was dried from a water-content of 
75% by weight to 6% by weight by using a multi-cylinder type dryer.* 

The resultant dried paper sheet had a basis weight of 56 g/m*. a Baj^.^jwothne^^ side surface 
of 35 seconds, a Bekk smoothness of the wire side surface of 28 seconds, "and a"Stoechigt sizing degree, of 
9 seconds. 

Also, the paper sheet had elongations In water of 3.8% In the machine direction and 2.2% in the cross 
direction, and a ratio of the machine directional elongation to the cross directional elongation of 1.73:1. 
The ink image-receiving layer was fomied by the same coating color paste as in Comparative Example 

1. 

The test results are indicated in Table 1 . 



Table 1 



Example No. 


Item 


Brilliance of 


Shape 


Ink 


Water 


Storage 


Resistance to 






color image 


of dot 


absorbing 


resistance 


durability 


curling and 










property 






cockling 


Example 


1 


4 


4 


4 


4 


3 


4 




2 


4 


4 


4 


4 


3 


4 




3 


4 


4 


4 


4 


3 


4 


Comparative Example 


1 


2 


2 


3 


1 


2 


1 




2 


2 


2 


3 


1 ^ . 








3 


2 


2 


3 


1 




1 
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Claims 



1. An aqueous Ink-Jet recording sheet comprising: 

a substrate sheet consisting of a neutraJ paper sheet having a Stoechlgt sizing degree of from 1 second to 
it> seconds; and 

an aqueous ink Image-receiving layer in an amount of 0.5 to 10 g/m*. formed on a surface of the substrate 
Sn!! ^".l!;^P;^.?9 'i'ica particles having an oil absorption of 150 ml/100 g or more, (b) a binder 

consisting oT SI least one member selected from polyvinyl alcohol resins and derivatives thereof and (c) a 
rationic polymeric material comprising at least one cationlo. water-soluble acrylic copolymer having side 
chains each having at least two caUonic radicals. ' i a « 

fonlSfaC^*"^''^ ^^^^ ^ claimed in claim 1. wherein the acrylic copolymer has recum^ng units of the 
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--t^2"CR^''"fj3 R5 

C0AR2-N ©-t-CH2-C-CH2-N ®-tirR7*(n f- 1)X 0 

R4 OH Rg (I) 

wherein R, represents a member selected from the group consisting of a hydrogen atom and a methyl 
radical: A repr^ents a divalent radical selected from the group consisting of -O- and -NH-: represents a 
Tthe forrtSS^^"^--^'* ~"s'sting of alkylene radicals having 2 to 4 carbon atoms, and the radical 

-CH2-CH-CH2- 
30 I 

OH 

i^. R+ . Rs and Rs respecHvely and Independently from each other represent a member selected from 
alky radicals having 1 to 3 carbon atoms: R7 represents a member selected from the group consisting of 
36 alkyi radicals having 1 to 18 carbon atoms and benzyl radical; 
and n represeiitsjanjhtegW Of t to 3. 

^IH^n"^"""^..?^* ^. "^"^^y^ ^- therein the neutral paper sheet comprises, as a principal 
component, a cellulose pulp, and When a unit neutral paper sheet having a predetermined length or width is 
soaked in water and allowed to elongate without restriction, the standard deviation in the elongation of the 
40 unit sheet in the transversal directton thereof is 30% or less determined at a square unit area of 1 om^ of 

the unit sheet. 

4. The recording sheet as claimed in claim 1. wherein the neutral paper sheet comprises, as a principal 
component, a cellulose pulp, and the neutral paper sheet Is conditioned by drying the neutral paper sheet 

°' ^ moistening the neutral paper sheet to an extent 
^ sudi that the increase Jn moisture content of the sheet is at least 1 % by weight, under a tension 

5. The rroording-sheet as claimed in claim 1. wherein the neutral paper sheet comprises, as a prindpal 
cornponent. a wllulose pulp, and when soaked In water and allowed to elongate without restriction, the 
neutral paper sheet has a ratio of the elongation In the machine direction to the elongation in the cross 
direction of 1.3:1 or less. 
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